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ABSTRACTED-PUB-NO: JP 051 05922 A 
BASIC-ABSTRACT: 

Mfr. comprises pyrolysing Ni formate anhydride obtd. directly from soln. in a 
non -oxidising atmos. or under reduced pressure at 160 - 300 deg. Cto obtain 
Ni powder composed of prim . grains 50 -300 nm in dia., 2 - 20 m2/g in specific 
surface area, and comprising powder aggregate 5,000 nm, or less in dia. 

The Ni formate anhydride is pref. obtd. by reacting a Ni cpd., at least one 
selected from Ni carbonate, Ni hydroxide, and Ni oxide, with formic acid or Me 
formate; or it is obtd. by pptn. from a formic acid soln. of Ni formate. The 
pyrolysis is conducted at a heating rate of 0.5 -20 deg.C/min. 

USE/ADVANTAGE - For use as electroconductive fillers of paints, pastes, resins, 
etc., catalysts, magnetic alloys, binders of cemented carbide, and in powder 
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metallurgy 
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